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(54) Low-staining adhesive sheets and method for removing resist material 



(57) A low-staining adhesive sheet provided with an 
adhesive layer containing as the main component a 
pressure-sensitive adhesive polymer on a base film, 
wherein the pressure-sensitive adhesive polymer Is 
substantially free from oligomeric low-molecular weight 
matters; end a method for removing a resist material by 
using this low-staining adhesive sheet This low^stalning 
adhesive sheet gives no organic staining matters 
remaining on the surface of article (for example, sub- 
strate) to be used as an adherend and Is useful in 
removing a resist material and foreign matters; and re- 
peating surface-protectors, masking materials, and 
other materials. 
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Description * 
FIELD OF THE INVENTION 

[0001] This Invention relates to a technique for s 
relieving staining on an adherend caused by re-peelable 
adhesive sheets to be used in manufacturing various 
Industrial members, in particular, fine-processed parts 
such as semiconductors, circuits, various printed sub- 
strates, various masks and lead frames. to 

D E SC RIPTION QFTH5 RELATED APT 

[0002] In manufacturing, for example, a semicon- 
ductor device, a desired circuit is formed by applying a rs 
resist material onto a silicon wafer, forming a resist pat- 
tern (resist film image) by a conventional pnotoprocess- 
Ing technique, etching by using the pattern as a mask, 
and then removing the resist material which is unneces- 
sary any more. Next, the application of the resist mate- so 
rial is repeated to form the subsequent circuit In case of 
forming circuits on various substrates, unnecessary 
resist materials are removed after the formation of resist 
patterns similar to the above process. 
[0003] It has been a practice that resist materials 25 
which are unnecessary any more are removed by using 
an asher (ashing means), a solvent or a chemical. How- 
ever, it takes a long time to remove resist materials by 
using an asher. In this case, moreover, it Is feared that 
impurities In resist materials are injected Into wafers and so 
semiconductor substrates are damaged. On the other 
hand, use of solvents or chemicals brings about a prob- 
lem of the pollution of the working environment 
[0004] Accordingly, there has been recently pro- 
posed a method with the use of adhesive sheets (while 35 
the present specification sometimes uses the word 
•sheets" as a plurality form, what Is meant by sheets 
herein is not just a plurality of sheets, but a genus of 
sheets. However, for simplification, we basically use the 
word •sheet" hereinafter.) . In this method, an adhesive 40 
sheet provided with an adhesive layer containing a 
pressure-sensitive adhesive polymer as the main com- 
ponent formed on a base film Is adhered to the upper 
face of a resist pattern and, after a specific treatment 
(for example, heating), the adhesive sheet is peeled to 45 
thereby remove the resist material together with the 
adhesive sheet from the substrate. In this method, how- 
ever, It is sometimes observed that a large amount of 
organic staining matters originating in the adhesive 
sheet remain on the substrate after peeling the resist so 
material and, therefore, it is needed to remove these 
staining matters after the completion of the peeling pro- 
cedure, which makes this method not always conven- 
ient 

[0005] Although the example described above per- 55 
tains to a method for removing a resist material, it has 
been a practice too in the fields relating to, for example, 
semiconductors to use a simitar adhesive sheet as a 
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means for removing foreign matters (contaminants) 
present on the substrate surface. Namely, the foreign 
matters are adhered to an adhesive sheet and then, 
removed together with the sheet in this case, it Is some- 
times observed that a large amount of organic staining 
matters originating in the adhesive sheet remain on the 
substrate, similar to the case as described above. When 
the adhesive sheet is employed as a re-peelable mate- 
rial other than those described above (for example, sur- 
face protector for metal plate, and coating mask), ft Is 
sometimes observed that a large amount of organic 
staining matters originating in the adhesive sheet 
remain on the surface of the metal plate, similar to the 
case as described above. 

SUMMARY OF THE INVENTION 

[0006] Under these circumstances, an object of the 
invention is to provide a low-staining adhesive 6heet 
capable of protecting the surface of adherend (for exam- 
ple, substrate) from contamination with organic staining 
matters originating in the adhesive, sheet, when 
employed as a re-peelable adhesive sheet, for example, 
for removing a resist material or foreign matters, or for 
use as a surface-protector, masking material or the like. 
[0007] Another object of the invention is to provide a 
method for removing a resist material by using this 
adhesive sheet 

[0008] The inventors have conducted intensive 
studies to achieve these objects. As a result, they have 
clarified that these organic staining matters remaining 
on the surface of adherend after peeling the adhesive 
sheet originate in a pressure-sensitive adhesive poly- 
mer (for example, acryfic polymer) contained as the 
main component In the adhesive layer. That is to say, 
because of having a broad distribution range of molecu- 
lar weight and containing a large amount of oligomeric 
low-molecular weight matters, this pressure-sensitive 
adhesive polymer is liable to undergo breakage or 
cohesive failure, thereby causing the adherend contam- 
ination with organic matters. 

[0009] Namely, the Inventors have found out.that, 
when the adhesive layer in the adhesive sheet provided 
with the adhesive layer containing as the main compo- 
nent a pressure-sensitive adhesive polymer on a base 
film is substantially free from ofigomeric low-mptecular 
weight matters at least in the step of peeling the sheet, ; 
then the pressure-sensitive adhesive polymer under- 
goes neither breakage nor cohesive failure and thus the 
adherend can be protected from contamination with 
organic matters. 

[0010] Based on this finding, the inventors have 
conducted further studies and, as a result, found out 
that the adherend contamination with organic matters 
can be largely relieved by reducing the content of low- 
molecular weight matters and narrowing the distribution 
range of molecular weight by, for example, reprecipitat- 
Ing the pressure-sensitive adhesive polymer from a 
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poor solvent, thereby completing the Invention. 
[001 1 ] The Inventors have further found out that the 
adherend contamination with organic matters can be 
largely relieved by effectively crossfinking the pressure- 
sensitive adhesive polymer (involving the tow-molecular s 
weight matters) by blending a polyfunctional compound 
therewith so as to give a gel fraction of at least 90%, as 
another means for solving the object, thereby complet- 
ing the Invention. 

(00121 Accordingly, the invention provides a low- to 
staining adhesive sheet provided with an adhesive layer 
containing as the main component a pressure-sensitive 
adhesive polymer on a base film, wherein the pressure- 
sensitive adhesive polymer is substantially free from oli- 
gomeric low-molecular weight matters, e.g., the pres- 75 
sure-sensitive adhesive polymer preferably contains 
oiigomeric low-molecular weight matters In an amount 
of 5 wt% or less, more preferably 3 wt% or less (first 
aspect of the invention); in particular, the tow-staining 
adhesive sheet wherein the pressure-sensitive adhe- 20 
sive polymer Is substantially free from low-molecular 
weight matters having a molecular weight of 5,000 or 
less (second aspect of the Invention); the low-stalnlng 
adhesive sheet wherein the pressure-sensitive adhe- 
sive polymer has a degree of molecular weight distribu- zs 
tion (weight-average molecular weight/number-average 
molecular weight) of 10 or less (third aspect of the 
Invention); the low-staining adhesive sheet wherein the 
pressure-sensitive adhesive polymer has been rep re- 
dpttated from a poor solvent (fourth aspect of the inven- 30 
tlon); and the low-staining adhesive sheet wherein the 
adhesive layer contains, In addition to the pressure-sen- 
sitive adhesive polymer, a polyfunctional compound for 
crossfinking the pressure-sensitive adhesive polymer 
(fifth aspect of the invention). 35 
[0013] The invention further provides the low-stain- 
ing adhesive sheet wherein the pressure-sensitive 
adhesive polymer has been crosslinked so as to give a 
gel fraction of at least 90% and is substantially free from 
oiigomeric low-molecular weight matters (sixth aspect *o 
of the Invention); and the tow-stalnlng adhesive sheet 
which have been designed to give a gel fraction of at 
least 95% (seventh aspect of the invention). 
[0014] As more particular embodiments of such a 
low-staining adhesive sheet, the Invention further pro- 45 
vides the low-staining adhesive sheet wherein the pres- 
sure-sensitive adhesive polymer is an acrylic polymer 
containing as the main monomer an alkyl (meth)acr- 
ylate (eighth aspect of the Invention); the low-staining 
adhesive sheet wherein the adhesive layer contains, In so 
addition to the pressure-sensitive adhesive polymer, a 
potymerizable compound having at least one unsatu- 
rated double bond In Its molecule and a polymerization 
Initiator (ninth aspect of the Invention); and the low-! 
staining adhesive sheet wherein the polymerization Inl- , ss 
tlator Is a photopotymerlzatlon Initiator and the adhesive ; 
layer' is a photocuring! one ..(tenth aspect of the Inven- 
tion). 



[0015] Furthermore, the Invention provides the low- 
staining adhesive sheet to be re-peeled for removing a 
resist material and foreign matters, and for use as a re- . 
peeling surface-protector, masking material, or the like 
(eleventh aspect of the invention); and a method for 
removing a resist material which comprises adhering 
the low^stalning adhesive sheet to an article having a 
resist pattern, curing the (ow-stalntng adhesive sheet in 
case of a curing one, and then removing the resist 
material together with the sheet from the article by a 
peeling procedure (twelfth aspect of the Invention). 
[00.16] In case of a curing adhesive sheet, the "gel 
fraction" as used herein means a value measured after 
curing the adhesive sheet under definite conditions. 

DETAILED DESCRIPTION OF TH E IN VENTION 

[0017] Preferable examples of the base film to be 
used in the invention are plastic films comprising, for 
example, polyethylene, polypropylene, polyethylene 
terephthalate or acetyl cellulose and usually having a 
thickness of from 10 to 100 pm. When the adhesive 
layer to be formed on the base film is a photocuring one 
as will be described hereinafter, a plastic film permeable 
to light, for example, ultraviolet rays may be appropri- 
ately selected therefor. 

[0018] In the Invention, an adhesive layer usually 
having a thickness of 10 to 180 u,m is formed on the 
base film to give an adhesive sheet In the form of a 
sheet or a tape. This adhesive layer contains as the 
main component a pressure-sensitive adhesive poly- 
mer. The pressure-sensitive adhesive polymer may be 
an arbitrary one, so long as It has a pressure-sensitive 
adhesiveness and is highly compatible with a resist 
material on an article or foreign matters (contaminants, 
particles) attached thereto. Namely, use may be made 
therefor of various publicly known polymers commonly 
applied to pressure-sensitive adhesive polymers. It Is 
particularly preferable to use an acrylic polymer con- 
taining an alkyl (meth) acrylate as the main monomer 
therefor. ' 

[0019] Such an acrylic polymer can be synthesized 
by using, as the main monomer, an alkyl (meth)acrylate, 
namely, an acrylic acid or methacryfic acid ester of an 
alcohol usually having not more than 12 carbon atoms 
(for example, n-butyl acrylate, 2-ethylhexyl ecryiate);- : 
optionally together with a carboxyHir hydroxyt-contaln- 
Ing monomer (for example, acrylic acid, methacrytic 
acid, rydroxyethyl acrylate) or another modifying mono- 
mer (for example;' vinyl acetate, vinyl propionate; ? sty- ' 
rene, acryfonitrile, acrylamide, glycldyl' acrylate) and 
polymerizing these monomers by conventional methods 
such as solution f polymerization, emulsion polyrnerlza- 
tion, suspension polymerization or bulk polymerization. ■ 
[0020] ' rt JD? e «wyOc ! polymer thus synthesized gener- 
ally has a F, BroaS f moiecularweigrrt tilsiHbuWri>ra^gef^' 
Name^ tte^acrglic po(vmer Is In the fomf W '-ff^!^^^ 
<^^^^^^\i§^x^^x^x^ c^Fa'tfroaci ninge f&rn^} 
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oligomers having a molecular weight of not more than 
several thousands to polymers having a molecular 
weight of several millions and the content of the oligom- 
ers having a molecular weight of not more than several 
thousands amounts to several % to 10% by weight A s 
characteristic of the invention resides in that a pressure- 
sensitive adhesive polymer typified by such an acrylic 
polymer is reprecipitated from a poor solvent so that it 
becomes substantially free from low-molecuiar weight 
matters having a molecular weight of 5,000 or less, pref- i o 
erabty 10,000 or less. It Is recommended that the 
degree of molecular weight distribution (weight-average 
molecular weightmumber-average molecular weight) is 
10 or less, preferably 8 or less and still preferably 5 or 
less (but not less than 2 In usual). 15 
[0021] The reprecipitation Is a treatment which is 
earned out in the following manner. In the case of an 
acrylic polymer, a solvent in which the polymer shows a 
low solubility (for example, alcoholic solvents such as 
methanol, ethanol or Isopropyl alcohol, or aliphatic so 
hydrocarbon solvents such as hexane or petroleum 
ether) Is employed as the poor solvent After dissolving 
the polymer In this solvent, the resultant mixture is 
allowed to stand at a room temperature or a low temper- 
ature and then the pofymer thus reprecipitated is recov- 25 
ered and dried. The method for the recovery of the low- 
molecular weight matters In the polymer is not restricted 
to this reprecipitation treatment but various publicly 
known methods may be employed therefor. However, a 
pressure-sensitive adhesive polymer having been sub- 30 
jectedto the reprecipitation treatment as described 
above contains little tow-molecular weight matters hav- 
ing a molecular weight of 5,000 or less, thereby being 
appropriately usable in the invention. 
(0022] In the invention, it has been found out that a 35 
low-staining adhesive sheet, which is free from the 
problem of the contamination of the adherend surface 
due to organic matters remaining thereon, as observed 
conventionally, and can be appropriately usable as a re- 
peelable sheet, can be obtained by using a pressure- 40 
sensitive adhesive polymer substantially free from low- 
molecular weight matters having a molecular weight of 
5,000 or less and by using the polymer having a narrow 
molecular weight distribution range, ie., a degree, of 
molecular weight distribution of 1 0 or (ess. 45 
[0023] - It ts favorable that the pressure-sensitive 
adhesive polymer to be used In the Invention has a 
weight-average molecular weight of from 500,000 to 
5,000,000 and a number-average molecular weight of 
form 300,000 to 3,000,000. These average molecular so 
weights and degree of molecular weight distribution are 
expressed in data determined by the gel permeation 
chromelcgrephy ; (GPp) method In terms of polystyrene. 
It can be confirmed on the basts of a molecular weight 
distributicfl.curye whether or not the polymer contains ss 
low-rj^e^lar^ight matters having ia molecular weight 

ofs^priesV.^ ^,:-;^ ;U;.;; -v^U- ^. ■ - 



adhesive polymer further contains a polyfunctions! 
compound such as a polyisocyanate compound, a poly- 
functional epoxy compound or an azlridine compound to , 
thereby elevate the cohesive force. 
[0025] In another method according to the Inven- 
tion, a polyfunctional compound Is preliminarily added 
to the adhesive layer and the pressure-sensitive adhe- 
sive polymer is crosslinked by reacting the polyfunc- 
tion^ compound with the carboxyl or hydroxy! group in 
the pressure-sensitive adhesive polymer molecule In 
the step of forming the adhesive layer on the base film 
(i.e., the drying step following the application or the sub- 
sequent heating step). In particular, the low-molecular 
weight components contained in the polymer are 
allowed to sufficiently participate In the crosslinking 
reaction so as to give a gel fraction of at least 90%, pref- 
erably at least 95%. Thus, a pressure-sensitive adhe- 
sive polymer substantially free from oligomeric low- 
molecular weight matters can be obtained. 
[0026] There has been practiced the treatment per 
se of crosslinking the adhesive layer with a polyfunc- 
tional compound. However, this crosslinking treatment 
aims not at polymerizing the low-molecular weight mat- 
ters contained in the pressure-sensitive adhesive pofy- 
mer, as in the case of the invention, but merely at 
elevating the cohesive force of an adhesive. By the con- 
ventional treatment, therefore, the gel fraction can be . 
elevated to about 85% at the highest. Thus, the break- 
age or cohesive failure of the adhesive cannot be suffi- 
ciently prevented and the contamination of adherend 
cannot be avoided thereby. 

[0027] Examples of the polyfunctional compound 
usable in the Invention Include polyfunctional epoxy 
compounds, polyisocyanate compounds and azlridine 
compounds, tt is also favorable to use a combination of 
two or more polyfunctional compounds to thereby 
achieve sufficient crossfinkage. The amount of the poly- 
functional compound may be appropriately determined 
so as to give a gel fraction of at least 90%, preferably at 
least 95%. It is usually recommended to use from 0.1 to 
3 parts by weight, preferably from 2 to 10 parts by 
weight, of the polyfunctional compound per 1 00 parts by 
weight of the pressure-sensitive adhesive pofymer. 
[0028] As the adhesive layer In the Invention, use 
may be made of various ones containing the specifier: 
pressure^ensltrve*' adhesive polymer as described 
above as the main component tt Is preferable to use a • 
curing adhesive layer which contains, in addition to the , : 
pressure-sensitive adhesive polymer as described * 
above as the main component, a potymerizable. com- -t 
pound having at least one unsaturated double bond .Un- 
its molecule and a polymerization Initiator, tt te partteur 1 
larty preferable that the polymerization Initiator is a phor 
topolymerizatlon initiator and the adhesive layer Is,. a 
photocuring brie. ' nrr rtL ; ' "■• '•• " nVv>i^r 
[0029] j "'The polyrherizable compound as described L 
above Ts erranvblalJIe compound having .at; least -pnej, 
unsaturate^' : dduBlS x bond Itf ttstmoleculerwhfch canity 
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cured by applying light or heat energy thereto. Exam- 
* pies thereof Include phenoxypolyethylene glycol (meth) 
acrylate, 1 e-caproiactone (meth)acryiate, polyethylene 
glycol di(meth)acrylate, polypropylene glycol 
di(meth)acrylate, trimethylolpropane tri(meth)acrylate, 
dipentaerythritol hexa(meth)acrylate, urethane 
(meth)acrylate, epoxy (meth)acryiate and oligoester 
(meth) acrylate. Either one of these compounds or a 
mixture of two or more thereof may be used, ft is recom- 
mended that the potymerizable compound Is used in an 
amount of from 10 to 400 parts by weight, preferably 
from 50 to 300 parts by weight, per 1 00 parts by weight 
of the pressure-sensitive adhesive polymer. 
[0030] As the polymerization initiator as described 
- above, use may be made of photopofymerization Initia- 
tors capable of liberating a radical upon light Irradiation, 
for example, benzyl dimethyl ketal, benzoin, benzoin 
ethyl ether and dtbenzyl. ft is also possible to use there- 
for polymerization initiators capable of liberating a radi- 
cal upon application of heat energy, for example, 
organic peroxides such as benzoyl peroxide and azo Ini- 
tiators such as 2,2 1 -azobisisobutyronltrile. ft Is recom- 
mended that the polymerization Initiator Is used In an 
amount of from 0.1 to 10 parts by weight, preferably 
from 1 to 5 parts by weight, per 100 parts by weight of 
the pressure-sensitive adhesive polymer. 
[0031 ] These adhesive layers of various types may 
further contain various publicly known additives such as 
tackifiers, colorants and aging Inhibitors, so long as the 
effects of the invention are not damaged thereby. 
[0032] The low-staining adhesive sheet of the 
invention having the constitution as described above Is 
usable for various purposes, for example, in removing 
resist materials and foreign matters in the processes of 
manufacturing various industrial members, in particular, 
fine-processed parts such as semiconductors, circuits, 
various printed substrates, various masks and lead 
frames, and In re-peeling various substances other than 
those cited above, thereby contributing to the relief of 
adherend contamination. By taking advantage of the 
low-staining properties, moreover, this adhesive sheet 
Is widely usable in. various cases wherein the adhesive 
sheet is to be peeled during or after using, for example, 
surface-protecting, 'masking, and other re-peeling pur- 
poses. i._ ' 
[0033] According to the invention, a method for 
removing a resist material Is provided as an invention 
pertaining to a method for using the low-staining adhe- 
sive sheet as. described above. In this method, the low- 
staining adhesive sheet as described above Is adhered, ' 
under heating and/or pressing if necessary, to an article 
having a resist pattern to thereby combine the adhesive 
layer with the resist material. After curing the low-staln- 
tng adhesive sheet In case of a curing one (in particular, 
photocuring by irradiating withuftravjoiet rays at a dose 
of 300 to 3,000 h^^ ln'ca^e of a phcrtoairlng one), 
the resiirt mati^^ thVlow- 1 ' 
staining "adhesive sheet' froWthe article by a peeling ' 



v "" procedure. ' , . 

[0034] ' Compared with the conventional methods s - 
with the use of ashers (ashing means), solvents or 
• : chemicals, the removal method as described above can 

5 ' be easily carried out. Moreover, this method is free from 
fears of pollution of the working environment Injection 
of impurities contained in the resist material into wafers, 
or damage of semiconductor substrates. In this case, 
furthermore, no organic staining matter originating in 

to the low-staining adhesive sheet remains on the article 
surface and thus no procedure for removing staining 
matters Is needed after peeling the low-^tainlrig adhe- 
sive sheet Thus, the resist material can be very con- 
veniently removed thereby. 

15 

EXAMPLES 

[0035] Now, the Invention will be illustrated in 
greater detail by reference to the following Examples. In 

20 these Examples, Mw means the weight-average molec- 
ular weight of an acrylic polymer, Mn means the 
number-average molecular weight of an acrylic poly- 
mer, and Mw/Mn means the degree of molecular weight 
distribution of an acrylic polymer. In the method "for 

25 removing a resist material as will be described In the fol- 
lowing Examples, a resist film Image A (resist pattern) 
means one formed on a semiconductor wafer In accord- 
ance with the method of Referential Example 1. 

ao Referential Example 1 

[0036] A resist composed of PHS (polyhydroxysty- 
rene derivative) and an acid-generating agent was 
applied onto the surface of a silicon wafer (8 irtch-semi- 

35 conductor substrate) having an oxide film formed on the 
surface thereof. After forming a pattern by heating, 
exposing to light and developing, the oxide film was 
removed by dry etching with the use of the resist pattern 
as a mask. The resist pattern on the thus processed sil- * 

40 Icon wafer was referred to as the resist film image A. 

Example 1 

[0037] 1 ,000 g of a 27% by weight sdlution In tolu- 
45 ene of an acrylic polymer A (Mw «= 2,800,000, Mw/Mn = 
' 22) made of a copolymer of 2-ethylhexyr aclyla^e/methyl •' ' 
acryiate/acrylic acid at a weight ratio of 30/70/1 6 having " 
been synthesized In a conventional mannfer was mixed .r . ' 
~ with 70 kg of methanol arid stirred at room'temperature 
so for 1 5 minutes'. After thV completion of stirring; the : mix- 
ture was allowed to' stand for 15 minutes. Next, the pre- 
v ciprtate was taken up and the solvent was "dried to give ' ; 

1 90 g of an acrylic polymer B as a'stfck/White polymer! ^ ' M 
* ; This acrylic poller B. ^lch had i: 
55 "tated from the poor solvent showed Mw^of 380,000 and [ ^ ; 

'^Mw/Mn of 3.0. Based on the molecular wef^rrt dlstiribu-*- vV ' T4 " 1! 
"*' r, * r tion curve, It was found out that this acrylic polymer B 
: " * v * was completely free from low-molecular weight matters 
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having a molecular weight of 50,000 or less. 
[0038] . ,100 g of this acrylic polymer B, 50 g of poly- 
ethylene glycol 600 diacrylate (NK ESTER A-600™ ' 
manufactured by Shin-Nakamura Kagaku), 50 g of poly- 
ethylene glycol 200 dlmethacrylate (NK ESTER 4G™ 
manufactured by Shin-Nakamura Kagaku), and 3 g of 
benzyl dimethyl ketaf were dissolved In toluene. The 
adhesive solution thus obtained was applied onto a 
base film made of a polyester film of 50 urn in thickness 
and dried In a drying oven at 70°C and 130°C each for 
3 minutes to form a photocurirtg adhesive layer of 35 fim 
In thickness. Thus a low-staining adhesive sheet was 
obtained. 

[0039] Next, the low-stalntng adhesive sheet 
obtained above was adhered to the resist film image A 
oh a silicon wafer by using pressure rollers under heat- 
ing. Then it was Irradiated with ultraviolet rays at a dose 
of 1 ,000 mJ/cm 2 by using a high-pressure mercury lamp 
to cure the adhesive sheet Subsequently, the adhesive 
sheet was peeled together with the resist film Image A 
so as to completely remove the image A from the silicon 
wafer. When observed under a microscope, the resist 
had been completely removed from the silicon wafer 
and no organic staining matter originating in the adhe- 
sive layer was found out 

Example 2 

[0040] 100 g of the acrylic polymer B obtained in 
Example 1, 100 g of polyethylene glycol 600 diacrylate 
(NK ESTER A-600™ manufactured by Shin-Nakamura 
Kagaku), 3 g of a polyisocyanate compound, 2 g of a 
polyfunctional epoxy compound and 3 g of benzyl 
methyl ketal were dissolved in toluene. By using the 
adhesive solution thus obtained, a low-«talning adhe- 
sive sheet was prepared as In Example 1 . Then the 
resist film image A was peeled as In Example 1 but 
using the thus obtained adhesive sheet When 
observed under a microscope, the resist had been com- 
pletely removed from the silicon wafer and no organic 
staining matter originating in the adhesive layer was 
found out 

Comparative Example 1 

[0041] An adhesive solution was prepared as in 
Example 1 but using 100 g (in terms of solid matters) of 
the acrylic polymer .A before the repredpitation from a 
poor solvent as a substitute for the acrylic pqlyrner B. By 
using the thus obtained adhesive solution, an adhesive 
sheet was prepared as in Example 1.. Then, the resist 
film image A was.peeled as In Example 1. but using the 
thus obtained adhesive sheet When observed under a 
microscope., the resist had beep mostly, removed from, 
the silicon, wafer but organic staining matters originating 
In the adrjesly^ layer JBt^r^ther^nJ j , ( 

o :v..-\i<iq wlyvj=. <:-<":t isrij U.v.^y. ;.. y y, .^7- 



Example 3 . ^. . 

7 [0042] 100g(intei™ofsondrnatters)oftheacrync,J . 
polymer A of Example 1 , 52 g of polyethylene glycol 600 

5 diacrylate (NK ESTER A-600™ manufactured by Shin- 
Nakamura Kagaku), 52. g of polyethylene glycol 200 
dlmethacrylate . (NK ESTER 4G™ manufactured by 
Shin-Nakamura Kagaku), 1.9 g of a polyepoxy com- 
pound (TETRAD C™ manufactured by Mitsubishi Gas 

ia Chemical), 3.0 g of a polyisocyanate compound and 5.2 
g of benzyl dimethyl ketal were dissolved in toluene and 
mixed. The solution thus obtained was applied onto a . 
base film made of a polyester film of 50 u/n In thickness 
and dried in a drying oven at 130°C for 3 minutes to 

15 form a crosslinked photocuring adhesrve layer of 35 u,m 
in thickness. Thus a low-staining adhesive sheet was 
obtained. 

[0043] Next, the gel fraction of the adhesive layer of 
this low-staining adhesive sheet was measured in the 

20 following manner. First the photocuring adhesive layer 
of 35 urn in thickness was irradiated with ultraviolet rays 
at a dose of 1,000 mJ/cm 2 by using a high-pressure 
mercury lamp to cure the adhesrve layer. After curing, a 
15.0 g portion of the adhesive layer was Introduced Into 

25 500 ml of ethyl acetate and stirred therein at 60°C for 1 0 
hours. Then the Insoluble matters were filtered off and 
the filtrate was concentrated in a rotary evaporator and 
dried under reduced pressure (1 mmHg, 1 hour) to 
thereby completely remove the ethyl acetate. The 

30 obtained concentrate weighed 0.3 g. Therefore, the 
weight of the . adhesive having been filtered off corre- 
, sponded to 14.7 g and thus the gel fraction calculated 
therefrom was 98%. 

[0044] By using this low-staining adhesrve sheet, 
35 the resist film image A was peeled as in Example 1. 
When observed under a microscope, the resist had 
been completely removed from the silicon wafer and no 
organic staining matter originating In the*adheslve layer 
was found out 

AO 

Example 4 »■=...-. 

[0045] 1 00 g (In terms of solid matters) of the", acrylic 

polymer A of Example 1, 100 g of ppVethyferie ^Vco^ ^ 
«5 600 diacrylate (NK ESTER A-600™ manufactured by 

Shin-Nakamura Kagaku), 100 g of polyethylene glycol ,, £ .^ ; 

200 dimethacrylate (NK ESTER 4G™ manufactured by v'^^' 

.Shin-Nakamura Kagaku); 1*9 g of a" polyepoxy cbm- ;, ; 
" pound (TETRAD C™ manufactured by Mi^ublshl Gas'"/ - . ;\ 
so Chemical), 3.0 g of a po^socyariate compound and 5^2^ . , \ 

g of benzyl dimethyl ketal were dissohred In toiuenfe and^-;,," ^ j 
. mixed. Then'la low-stalnlng adhesive sheet was. pre- 1 . ^ [ r 

pared as In Example 3 but using the solution ^us^/' 

..obtained. ' ^ J, , ' .... ..^7.,-,. 77^*77 v^WiVj 

55 [0046] The gel fraction of the photocuring adHesiye ^ ' ;^ 
".layer of this low^nln^ afrheste €Rect.me)wure|^. ^ 
( , . .Example^ ^By^n^ 
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Example 1. When observed under a microscope, the 
, resist had been completely removed from the silicon 
wafer and no organic staining matter originating in the 
adhesive layer was found out 

5 

Comparative Example 2 
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average molecular weight) of 10 or less. 

4. The low-staining adhesive sheet as claimed in 
claim 2, wherein the pressure-sensitive adhesive 
polymer has been repreclpitated from a poor sol- 
vent 



[00471 A low-staining adhesive sheet was prepared 
as in Example 3 but using no polyepoxy compound in 
the solution to be applied onto the base film. The gel 
fraction of the photocuring adhesive layer of this low- 
staining adhesive sheet measured as In Example 3 was 
88%. By using this low-staining adhesive sheet the 
resist film image A was peeled as in Example 1 . When 
-observed under a microscope, the resist had been 
"mostly removed from the silicon wafer and but organic 
staining matters originating in the adhesive layer 
remained thereon. 

[0046] As described above, use is made in the 
invention of a pressure-sensitive adhesive polymer 
wherein the content of low-molecular weight matters 
has been reduced by reprecipitation from a poor solvent 
or the low-molecular weight matters contained in the 
polymer have been sufficiently polymerized by 
crosslin king with the use of a polyfunctional compound 
so as to give a gel fraction of at least 90%. Thus, the 
pressure-sensitive adhesive polymer is substantially 
free from ofigomerte low-molecular weight matters. 
Therefore, the Invention can provide a low-staining 
adhesive sheet which gives no organic staining matters 
remaining on the surface of article (for example, sub- 
strate) to be used as an adherend and is useful in 
removing resist materials and foreign matters, and re- 
peeling surface-protectors, masking materials, and 
other materials. The invention further provides a 
method for conveniently peeling and removing resist 
materials on articles by using this low-staining adhesive 
sheet 

Claims 

1. A low-staining adhesive sheet comprising a base 
film and an adhesive layer comprising a pressure- 
sensitive adhesive polymer on the base film, 
wherein the pressure-sensitive adhesive polymer is 
substantially free from oligomeric low-molecular 
weight matters. 

2. The low-staining adhesive sheet as claimed In 
claim 1, wherein the pressure-sensitive adhesive 
polymer is substantially free from low-molecular 
weight matters having a molecular weight of 5,000 
or less. 



5. The low-staining adhesive sheet as claimed in 
claim 2, wherein the adhesive layer comprises, in 

10 addition to the pressure-sensitive adhesive poly- 
mer, a polyfunctional compound forcrosslinking the 
pressure-sensitive adhesive polymer. 

6. The low-staining adhesive sheet as claimed in 
15 claim 1, wherein the pressure-sensitive adhesive 

polymer has been crosslinked so as to give a gel 
fraction of at least 90% and is substantially free 
from oligomeric low-molecular weight matters. 

20 7. The tow-staining adhesive sheet as claimed in 
claim 6, which has a gel fraction of at least 95%. 

8. The low-stalnlng adhesive sheet as claimed in 
claim *!, wherein the pressure-sensitive adhesive 

25 polymer is an acrylic polymer comprising as the 
main monomer an alkyl (meth) acrylate. 

9. The low-stalnlng adhesive sheet as claimed in 
claim 1 1 wherein the adhesive layer comprises, In 

so addition to the pressure-sensitive adhesive poly- 
mer, a porymerizable compound having at least one 
unsaturated double bond In Its molecule, and a 
polymerization initiator. 

35 10. The low-staining adhesive sheet as claimed in 
claim 9, wherein the polymerization Initiator is a 
photopolymerizatlon Initiator and the adhesive layer 
Is a photocuring one. 

40 11. The low-staining adhesive sheet as claimed In 
claim 1, which Is to be re-peeled for removing a 
resist material or foreign matter, or to be re-pee,led 
after using as a surface-protector, a masking mate- 
rial, or the (ike. 

45 

12- A method for removing a resist material, which 
comprises adhering a low-staining adhesive sheet 
as claimed in claim 1 to an article having a resist . 
pattern, curing the low-stalnlng adhesive sheet in 
so case of a curing one, and then removing a resist 
material together with the sheet from the article by 
peeing the sheet 



30 



3. The low-staining adhesive sheet as claimed In 55 
claim 2, wherein the pressure-sensitive adhesive 
polymer has a degree of molecular weight distribu- 
tion (weight-average molecular weight/number- 
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